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PRELIMINARY AMENDMENT 

ASSISTANT COMMISSIONER FOR PATENTS 
WASHINGTON, D.C. 20231 

SIR: 

Prior to examination on the merits, please amend the above-identified application as 
follows. 

Please amend the claims as follows: 

~6. (Amended) A product according to claim 3, characterized in that the skin 
comprises the hydrophobic/oleophobic function, which is incorporated into the scratch- 
resistant layer, or is grafted onto or even covers this layer with interposition of a plastic 
support film of the hydrophobic/oleophobic layer. 



7. (Amended) A product according to claim 3, characterized in that the skin 
comprises, over all or part of its surface, a decorative and/or masking layer, preferably 
positioned directly under the support film of the scratch-resistant layer. 

8. (Amended) A product according to claim 3, characterized in that the skin 
comprises one or more optically selective layers. 

9. (Amended) A product according to claim 3, characterized in that the skin 
comprises a stack of antireflective layers. 

10. (Amended) A product according to claim 3, characterized in that the skin 
comprises an electrically conductive network. 

1 1 . (Amended) A product according to claim 3, characterized in that the core 
comprises a thermoplastic substance such as polycarbonate, poly(methyl methacrylate), 
ethylene/vinyl acetate copolymer, polyethylene terephthalate), polyurethane, cycloolefm 
copolymer or an ionomeric resin, or a thermosetting or thermally cross-linking substance of 
the polyurethane, unsaturated polyester, ethylene/vinyl acetate copolymer type, or even an 
association of a plurality of thicknesses of any one or more of these plastic materials. 

12. (Amended) A product according to claim 2, characterized in that the 
encapsulated peripheral part of the addition of plastic material comprises one or more 
elastomeric substances, especially thermoplastics. 

13. (Amended) A process for manufacture of a product according to claim 1, 
comprising the injection of a first and then of at least a second plastic material into a single 
mold. 

15. (Amended) A process for manufacture of a product according to claim 1, 
comprising the injection of a first plastic material into a first mold and then the transfer of the 



product of this injection into a second mold, into which there is injected a second plastic 
material. 

16. (Amended) A process according to claim 13, wherein one or two skins, possibly 
thermoformed beforehand, are held at the bottom of the mold by any appropriate means, 
especially by suction and/or blowing and/or electrostatic effect, before injection of the said 
first plastic material. 

17. (Amended) A process according to claim 13, comprising an initial operation of 
formation of an electrically conductive network by metal screen printing. 

18. (Amended) The application of the product according to claim 1, as glazing for 
transportation vehicles or for buildings.— 



REMARKS 

Claims 1-18 are active in the present application. The claims are amended to remove 
multiple dependencies. No new matter is added. An action on the merits and allowance of 
the claims is solicited. 
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Amendment Filed on: 

--6. (Amended) A product according to [one of claims 3 to 5] elaimJl, characterized 
in that the skin comprises the hydrophobic/oleophobic function, which is incorporated into 
the scratch-resistant layer, or is grafted onto or even covers this layer with interposition of a 
plastic support film of the hydrophobic/oleophobic layer. 

7. (Amended) A product according to [one of claims 3 to 6] claim 3, characterized in 
that the skin comprises, over all or part of its surface, a decorative and/or masking layer, 
preferably positioned directly under the support film of the scratch-resistant layer. 

8. (Amended) A product according to [one of claims 3 to 7] clainil, characterized in 
that the skin comprises one or more optically selective layers. 

9. (Amended) A product according to [one of claims 3 to 8] claim 3, characterized in 
that the skin comprises a stack of antireflective layers. 

10. (Amended) A product according to [one of claims 3 to 9] claim 3, characterized 
in that the skin comprises an electrically conductive network. 

11. (Amended) A product according to [one of claims 3 to 10] claim 3, characterized 
in that the core comprises a thermoplastic substance such as polycarbonate, poly(methyl 
methacrylate), ethylene/vinyl acetate copolymer, polyethylene terephthalate), polyurethane, 
cycloolefin copolymer or an ionomeric resin, or a thermosetting or thermally cross-linking 
substance of the polyurethane, unsaturated polyester, ethylene/vinyl acetate copolymer type, 
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or even an association of a plurality of thicknesses of any one or more of these plastic 
materials. 

12. (Amended) A product according to [one of claims 2 to 11] claim 2 . characterized 
in that the encapsulated peripheral part of the addition of plastic material comprises one or 
more elastomeric substances, especially thermoplastics. 

13. (Amended) A process for manufacture of a product according to [one of claims 1 
to 12] claim 1 . comprising the injection of a first and then of at least a second plastic material 
into a single mold. 

15. (Amended) A process for manufacture of a product according to [one of claims 1 
to 12] claim 1, comprising the injection of a first plastic material into a first mold and then 
the transfer of the product of this injection into a second mold, into which there is injected a 
second plastic material. 

16. (Amended) A process according to [one of claims 13 to 15] claim 13, wherein 
one or two skins, possibly thermoformed beforehand, are held at the bottom of the mold by 
any appropriate means, especially by suction and/or blowing and/or electrostatic effect, 
before injection of the said first plastic material. 

17. (Amended) A process according to [one of claims 13 to 16] claim 13, 
comprising an initial operation of formation of an electrically conductive network by metal 
screen printing. 

18. (Amended) The application of the product according to [one of claims 1 to 12] 
claim 1, as glazing for transportation vehicles or for buildings.— 
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PLASTIC GLAZING MATERIAL 
WITH OVERMOLDED ADDITION OF PLASTIC MATERIAL 



The present invention relates to products of plastic material which are substantially 
flat and transparent at least in part, which products, by virtue of their high optical quality, 
are suitable for application as glazings. 

As regards the composition of special glazings, especially in the field of buildings 
or transportation vehicles, there are both advantages and disadvantages to the replacement 
of glass by a plastic material. 

Plastic materials are lighter than glass, giving them a major advantage for electric- 
powered urban vehicles, inasmuch as increased self-sufficiency is crucial. In such vehicles, 
it is in fact conceivable that entire doors and even complete sides of the body, including 
the windows could be made of one-piece plastic material, and the lower portion thereof 
possible could be painted. In general, the light weight of transparent surfaces is interesting 
relative to modern transportation vehicles, inasmuch as technical progress is being 
accompanied by the integration of increasingly numerous functions in the glazing (rear- 
window heater, radio antenna, windshield defroster, color to prevent heating of the 
passenger space in strong sunlight, incorporation of electrochromic compounds, display 
of information on the windshield, etc.), and by never-ending growth of glazed surfaces. 
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This is leading to generally greater vehicle weights, which has negative consequences for 
energy consumption. 

In addition, plastic materials are capable of achieving improved safety conditions 
compared with glass and better protection against theft, because of their greater impact 
strength. 

No less important an advantage of plastic materials compared with glass is their 
better ability to be easily transformed into complex shapes. 

Finally, because of the ability of sheets of plastic material to be more or less 
deformed in reversible manner, it is conceivable that they can be installed in body 
openings in much simpler manner, with snap fastening from both the interior and exterior 
of the vehicle. 

On the other hand, this relatively slight rigidity which has just been mentioned 
obviously constitutes a handicap compared with glass, as do the poorer transparency and 
optical properties and mainly the greater susceptibility to scratching. 

Several approaches have been adopted heretofore in an attempt to overcome these 
three handicaps. 

According to a first approach, flat strips of plastic material are formed by 
extrusion, a piece is cut to the required dimensions and fixed on a thermoforming device, 
and thermoforming is performed by contact with at least one solid mold surface, possibly 
with the assistance of compressed air or suction. The devices used are cumbersome and, 
in particular, excessively long. The outputs are relatively low and material losses are 
inevitable. High product quality is achieved only at the cost of laborious perfection of the 
process and possibly of an additional resurfacing treatment. 

Furthermore, the susceptibility of plastic materials to scratching, as mentioned 
hereinabove, is such that shaped parts must be coated with a hard varnish for optical 
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applications or for use in transparent elements. 

The need therefore exists to guarantee optical quality superior to that obtained by 
the aforementioned extrusion, including after formation of the hard scratch-resistant 
coating, which must be performed under flawless perfect industrial conditions. 

This constitutes the general scope of the invention, wherein it solves its own 
specific problem, which is substantially to improve the functions and therefore the 
possibilities for application and use of plastic glazings. 

This objective is now achieved by the invention, the object of which is a 
substantially flat product of plastic material, transparent at least in part and at least part 
of the exterior surface of which comprises an overmolded addition of plastic material. In 
other words, the new glazing made available comprises substantially a first plastic material 
and at least one overmolded appendage of a second plastic material. In this way the 
different and desired physical properties of this second plastic material are used to best 
advantage: adhesion to the first plastic material, ability to undergo elastic deformation, 
imperviousness, durable crushing reversibility, rigidity, resistance to bending, mechanical 
strength (especially crushing or compressive strength), etc. The overmolded addition of 
plastic material may be disposed on either of the two faces of the flat product: this may 
be an interior rear- view mirror seat overmolded on a windshield of plastic material, or 
some kind of positioning, centering or locating appendage, or even a fixation pin. 

According to a preferred alternative version, at least part of the addition of plastic 
material is encapsulated at the periphery of the product. This encapsulation may comprise, 
as the case may be, a peripheral seal, one lip of which perfectly conforms to the body 
opening and has a sealing function, a fixation pin, a stiffening peripheral strip, etc. 
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According to a preferred embodiment, the inventive product has a core of plastic 
material, a skin which comprises at least one film of plastic material supporting a scratch- 
resistant layer and is disposed on at least one face of the core, set back from the edges 
thereof, on the interior of the surface bounded by the encapsulated peripheral part of the 
addition of plastic material. 

In this configuration, the core substantially takes on the mechanical properties, 
especially resistance to bending, in the composite that it forms with the skin or both skins, 
all the more so because these skins are thin, the thickness of each being, for example, on 
the order of 0.25 mm. The thickness of the core can be on the order of 1 to 10 mm. Its 
substance is chosen from among the thermoplastics such as polycarbonate, poly(methyl 
methacrylate), ethylene/vinyl acetate copolymer, poly(ethylene glycol terephthalate), 
poly(butylene glycol terephthalate), polycarbonate/polyester copolymers, polyurethane, 
cycloolefin copolymer of the ethylene/norbornene or ethylene/cyclopentadiene type, the 
ionomeric resins such as an ethylene/(meth)acrylate acid copolymer neutralized by a 
polyamine, the thermosetting or thermally cross-linking plastics such as polyurethane, 
unsaturated polyester, ethylene/vinyl acetate copolymer. There preferably will be chosen 
a conventional thermoplastic, preferably one that can be injection molded, which has a 
relatively low softening point and is inexprensive, such as polycarbonate. The core may 
also comprise an association of a plurality of thicknesses of any one or more of the 
aforesaid plastic materials. 

The thickness of the skin or of each of the two skins is advantageously chosen to 
be at most equal to 500 jam, preferably between 50 and 300 jam, the skin comprising one 
or more films of thermoformable plastic material, between which there is interposed or 
on which there is deposited, depending on the case, at least one functional layer, at least 
one of these films also being able itself to comprise such a functional layer. The 
thermoformable plastic material of these films is advantageously chosen from the group 
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comprising polycarbonate, polypropylene, poly(methyl methacrylate), ethylene/vinyl 
acetate copolymer, poly(ethylene glycol terephthalate), poly(butylene glycol terephthalate), 
polyurethane, polyvinylbutyral and cycloolefm copolymer such as ethylene/norbornene or 
ethylene/cyclopentadiene, polycarbonate/polyester copolymer, ionomeric resin. 

The scratch-resistant layer has a thickness on the order of 1 to 10 (am; it generally 
forms the exterior surface of the inventive product. 

It may be substantially inorganic and in particular comprise polysiloxanes and/or 
derivatives of silica and/or alumina, or it may be mixed, such as comprising networks of 
inorganic and organic molecular chains intermingled and cross-linked to one another by 
means of silicon-carbon bonds. Such a mixed layer exhibits excellent properties of 
transparency, adherence and scratch resistance. It seems that the inorganic network imparts 
to the coating its hardness and its scratch resistance, while the organic network imparts 
its elasticity and impact strength. Such varnishes are well known and have been described 
in published European Patent Applications 0524417 Al and 0718348 Al, the content of 
which is incorporated herein by reference; some are designated in particular by the term 
"Ormocer", which is the abbreviation for "Organically Modified Ceramic". It is 
noteworthy that the curing temperature of the Ormocers is easily adapted by varying the 
relative proportions of the organic polymer fraction and the inorganic fraction. The use 
of a larger number of plastic materials for making the support film becomes possible. 

The characteristic according to the preferred embodiment, wherein the skin or both 
skins are disposed on the faces of the core, set back from the edges thereof, and more 
precisely in the interior of the surface bounded by the encapsulated peripheral part of the 
addition of plastic material, is advantageous. It ensures, in fact, that best advantage can 
be taken of the excellent adhesion, to polycarbonate and other standard constituent 
materials of the core, of materials commonly used for the encapsulated addition, especially 
elastomeric thermoplastics. 
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The functional layers that may be integrated into a skin are of varied nature. 

According to a first possibility, the exterior layer of the skin in contact with the 
environment contains a hydrophobic/oleophobic agent that therefore imparts this property 
to the exterior surface of the product. Well known hydrophobic/oleophobic agents include 
the fluorinated polysilanes, especially those obtained from precursors containing at one 
end a hydrolyzable function of the alkoxy or halo type, which permits chemical 
attachment to the substrate, and at the other end a perfluorinated carbon chain intended 
to comprise the exterior surface of the product. 

In decreasing order of preference, the hydrophobic/oleophobic agent is 
incorporated into the scratch-resistant layer, which has a chemical structure close to its 
own, or with which it is at the very least chemically compatible, or is grafted in the form 
of a thin layer of thickness ranging from 2 to 50 nm, preferably on the scratch-resistant 
layer or else self-supported on a plastic film such as a poly(vinyl fluoride) (PVF) or 
poly(vinylidene fluoride) (PVDF), which can advantageously be applied directly on the 
scratch-resistant layer. 

According to one alternative version, at least one decorative and/or masking layer 
covering all or part of the surface of the product is positioned in the skin, preferably 
directly under the support film of the scratch-resistant layer. 

This layer can, for example, replace the screen-printed decoration frequently 
deposited at the periphery of the interior face of glazings, especially for motor vehicles, 
for the purpose of masking, from an observer situated outside the vehicle, the body 
elements forming the frame of the opening and also the strand of adhesive, which in this 
way is protected from degradation by ultraviolet radiation. It may contain opaque or 
transparent colored decorative elements, making it possible to introduce color elements 
matched to the body or to the interior equipment, logos, etc. 

The skin may be provided with an adhesive layer, particularly on its interior face, 
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to ensure fixation to the core but also between two films or layers of the skin. Common 
adhesives are polyvinylbutyral, polyurethane or the acrylic adhesives. 

Among the main optional constituents of the skin there are also included the 
optically selective layers which, for example, are stacked under the decorative and/or 
masking layer or above this layer under the support film of the scratch-resistant layer, or 
else even above the scratch-resistant layer. These layers are characterized by high 
transmission in the visible region (wavelengths from 400 to 800 mm) and high absorption 
and/or reflection in the ultraviolet (< 400 nm) and infrared (> 800 nm) regions. These 
layers may comprise thin metallic layers, such as silver-base layers with thicknesses of 
between 2 and 35 nm, separated from one another as well as from other adjacent layers 
or films by dielectric layers of oxides or nitrides of indium, tin, silicon, zinc, titanium, 
tungsten, tantalum, niobium, aluminum, zirconium, etc., with thicknesses generally 
between 10 and 150 nm. These layers can contain at least one colored layer in the overall 
body. 

The entirety of these layers may be electrically conductive; it may belong to the 
family of solar-screening stacks, used to limit the input of heat by sunlight in enclosed 
spaces, or to the family of low-emission stacks, used on the other hand to limit loss of 
heat from enclosed spaces, due mainly to transmission of infrared radiation through the 
glazing. Such stacks are described in French Patent 2708926 and European Patent 
0678484. 

According to another alternative version, the skin is provided with a stack of 
antireflective layers. This stack can contain, for example, an aluminum fluoride or 
oxyfluoride capable of being deposited in a thin layer by a vacuum or cathodic sputtering 
technique, possibly assisted by a magnetic field. Such a stack is described in French 
Patent 2745284, the content of which is incorporated here by reference. 

According to other advantageous characteristics of the inventive product: 
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• the skin comprises an electrically conductive network which, for example, is 
included in an adhesive layer of polyvinylbutyral or polyurethane or is sandwiched 
between two such layers, and which assumes in known manner the heating- 
defrosting-defogging or antenna function; 

• the substance of the encapsulated addition of plastic material is an elastomer such 
as a styrene/ethylene/butylene/styrene copolymer, possible modified, polyurethane, 
polyurethane-acrylic blend, chosen for its adhesion to the core, its elasticity, its 
impact strength, its color or its translucid nature as the case may be. In particular, 
it is thermoplastic. This substance does not require any preliminary treatment for 
priming the core. 

The modified styrene/ethylene/butylene/styrene copolymers and the polyurethane- 
acrylic blends are particularly advantageous for their ability to adhere to plastic materials, 
especially to polycarbonate. 

Another object of the invention is a first process for manufacture of the product 
described hereinabove, in which process the injection of a first and then a second plastic 
material is performed in a single mold, the first plastic material being that of the core and 
the second that of the encapsulated addition. This process has the merit of limiting the 
number of injection machines employed and the corresponding space requirement, and of 
shortening the manufacturing times, ultimately leading to increased outputs. Since the 
product is not subjected to any handling, subsequent dust-removal treatment is not needed. 

As regards the speed of manufacture of the inventive product, this process 
advantageously comprises an operation in which the product of injection of the first 
plastic material is transferred by rotation from a first die, in which injection molding of 
the first plastic material was achieved as the first step, into a second die used for 
subsequent injection molding of the second plastic material. Of course, the scope of the 
invention also covers a process in which more than two plastic materials are injected 
successively in a single mold, each two successive injection operations being separated 
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by an operation of transfer by rotation such as mentioned hereinabove. In the case of n 
injections, there can be used a mold comprising n dies distributed at an angular spacing 
of 2 7i/n relative to the axis of rotation. More precisely, it concerns a mold similar to the 
multi-injection mold with die-supporting rotating movable part or with rotary injection 
cylinder described in French Patent 2725152 Bl, the content of which is incorporated here 
by reference. 

According to a second process that also falls within the scope of the invention, the 
inventive product is obtained by injecting a first plastic material into a first mold and then 
transferring the product of this injection into a second mold, into which there is injected 
a second plastic material. This process does not exclude additional injection operations, 
each separated by a transfer or a manipulation of the product. Neither does it exclude a 
process comprising the successive steps of injection into a mold, removal of the injection 
product from this mold, transformation of this mold by removal of movable parts of 
volume corresponding to that of the following injection, repositioning of the injection 
product in this mold, and finally the following injection. 

Furthermore, simultaneous or successive injection of a plurality of different plastic 
materials in fixed position of the mold is also among the possibilities opened up by the 
two inventive processes. 

The processes of manufacture of the inventive product avoid the risk of insufficient 
optical quality of the products currently obtained by extrusion. 

Preferably the skin or both skins together with their film of plastic material 
supporting a scratch-resistant layer first are formed in flat form on a support, such that 
their face provided with the scratch-resistant varnish in the course of formation is free of 
any mechanical contact, at least over their extent where optical quality is required. In this 
way there are achieved a state of cohesion of the skin and a degree of hardening of the 
scratch-resistant varnish which are intermediate and controllable. Depending on this state 
and on this degree, thermoforming of the skins is performed, still in the absence of any 
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mechanical contact with the face provided with the scratch-resistant coating, or 
alternatively with contact. Thus forming of the skin and completion of hardening of the 
scratch-resistant coating are achieved simultaneously. The process culminating in perfect 
cohesion of the skin is completed while the skin is cooling. 

The thermoformed skin or both skins are then advantageously held at the bottom 
of the mold by any appropriate means such as suction, blowing or electrostatic effect or 
possible several of those means together, before injection of the first plastic material 
constituting the core of the inventive product. 

In the case in which the skin comprises an electrically conductive network, this is 
preferably formed beforehand by metal screen printing. 

Finally, yet another object of the invention is application of the product described 
hereinabove as glazing for buildings or transportation vehicles, especially for motor 
vehicles. 

The invention will be illustrated by the following examples. 

EXAMPLE 1 

On a film of 250 |nm thickness of standard polycarbonate, which was prepared 
from Bisphenol A, sold by BAYER AG under the registered trademark "Makrolon", and 
which has a glass transition temperature T g equal to 145°C, there is deposited by flow 
coating the scratch-resistant coating described in the example of European Patent 
Application 0718348 Al as a liquid film of 20 \xm thickness. After drying, this thickness 
is reduced to 5 (am. 

The coated support film is then placed at the bottom of a mold, the scratch- 
resistant layer being placed thereabove; the whole is subjected to heat treatment at 155°C 
for 30 minutes. In this way a skin within the meaning of the preferred embodiment of the 
present invention is composed in almost its final form. 

This is placed at the bottom of a first form, in which it is held by electrostatic 
effect, facing a first die of a double-injection mold with rotary injection cylinder provided 
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with two dies in diametrically opposite position relative to the axis of rotation, as 
described in French Patent 2725152 Bl with reference to Fig. 2, the scratch-resistant layer 
being in contact with the wall of the mold. There is then carried out thermoplastic 
injection of a layer of 3.5 mm thickness of polycarbonate sold by GENERAL ELECTRIC 
under reference GE 121 R. 

The rotary injection cylinder of the mold is turned by 180°, such that the 
polycarbonate injection product is repositioned on a second die. There is then injected a 
modified styrene/ethylene/butylene/styrene copolymer of Shore A hardness 75 , in such a 
way as to form an overmolded profile over the entire periphery of the polycarbonate 
sheet. 

After the first injection there is observed perfect adhesion of the polycarbonate of 
the core to that of the skin. This is confined to a surface situated in the interior of the 
peripheral strip intended to be covered by the encapsulated addition formed during the 
second injection. A crank-shaped structure in the bottom of the first form of the mold 
makes it possible to position the skin correctly before the first injection. 

At the end of the second injection there is observed excellent adhesion of the 
encapsulated addition to the polycarbonate core. 

EXAMPLE 2 

The procedure of Example 1 is repeated with a film of 325 jam thickness of the 
same standard polycarbonate, provided on one face with a scratch-resistant coating sold 
by GENERAL ELECTRIC under reference HP 92. 
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Screen printing with an epoxy-base ink is performed around the periphery. The 
film is cut away following the screen printing. Its dimensions are such that it is set back 
relative to the edges of the subsequently injected core, as specified hereinabove. 

The film is placed in the mold cavity. The polycarbonate core followed by the 
peripheral addition is then injected by operations identical to those of Example 1. 

The final product has a transparency, an optical quality amply sufficient for 
application as glazing. 

The inventive process offers the advantages inherent to the injection technique. The 
encapsulated addition does not necessarily cover the entire periphery of the core. 

The excellent adhesion of the encapsulated addition to the polycarbonate core, 
already mentioned in Example 1, corresponds to a peeling force at 90° on the order of 
100 N/cm, with cohesive rupture in the encapsulating substance (meaning that this 
substance tears in the thickness of the tongue used in the peeling test). By comparison 
with a common thermoplastic elastomer such as polypropylene or 
ethylene/propylene/diene monomer (EPDM) copolymer, the adhesion to primed glass 
corresponds to a peeling force at 90° of 30 to 40 N/cm, but it is almost zero to plastic 
material. 

Furthermore, the inventive process does not exclude forming the core together with 
a peripheral bead to increase its rigidity, or with a relief and/or extensions such as ribs, 
profiles, feet or ears, and/or disposing one or more inserts, especially metallic, in the body 
of the plastic material. Such an arrangement is particularly useful for grasping or fixation 
of the inventive product as well as for the final mounting for which it is intended, as in 
a body opening of a motor vehicle. In this last case, the formation of adapted peripheral 
profiles makes it possible to envision mounting of the product from the interior of the 
vehicle, or in other words from the passenger space. The strand of adhesive is then 
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disposed under the edge of the body opening and is not exposed to sunlight. Protection 
of the strand of adhesive by a varnish formed on the periphery of the interior face of the 
sheet naturally becomes superfluous. 

The appendages formed on the periphery of the product during its injection can 
be retained or sawed off completely or partly according to their use. Sanding can be 
performed after such sawing. 

A peripheral profile having geometry that is symmetric relative to the plane of the 
product may be useful, for example in the case of transparent side surfaces of 
transportation vehicles, since one part or the other of the profile can be sawed off 
subsequently depending on whether the transparent element is disposed on the right or 
left. 

In addition, inserts may be associated if necessary with the incorporation of special 
functions into the product, such as a stop light in a rear window. 

The inventive process is therefore economical, easy and reliable, and permits the 
use of numerous combinations of constituents without the occurrence of any problem of 
their compatibility, especially in terms of the temperatures at which they will be used. In 
particular, the use of a mold with a turning part makes it possible to obtain plastic 
glazings equipped with an encapsulation, especially of elastomer, with short manufacturing 
times and high outputs, for a minimal investment in apparatus and machinery, while 
maintaining the required optical quality. 



WO 99/65678 



14 



PCT/FR99/01454 



CLAIMS 

1. A substantially flat product of plastic material, which is transparent at least in 
part and at least part of the exterior surface of which comprises an overmolded addition 
of plastic material. 

2. A product according to claim 1, characterized in that at least part of the 
addition of plastic material is encapsulated at the periphery of the product. 

3. A product according to claim 2, characterized in that it has a core of plastic 
material, a skin which comprises at least one film of plastic material supporting a scratch- 
resistant layer and is disposed on at least one face of the core, set back from the edges 
thereof, on the interior of the surface bounded by the encapsulated peripheral part of the 
addition of plastic material. 

4. A product according to claim 3, characterized in that the skin, whose thickness 
is at most equal to 500 |Lim, preferably between 50 and 300 (am, comprises one or more 
films of thermoformable plastic material, between which there is interposed or on which 
there is deposited, depending on the case, at least one functional layer, at least one of 
these films also being able itself to comprise such a functional layer. 

5. A product according to claim 4, characterized in that the said thermoformable 
plastic material is chosen from the group comprising polycarbonate, polypropylene, 
poly(methyl methacrylate), ethylene/vinyl acetate copolymer, poly(ethylene terephthalate), 
polyurethane, polyvinylbutyral and cycloolefin copolymer. 

6. A product according to one of claims 3 to 5, characterized in that the skin 
comprises the hydrophobic/oleophobic function, which is incorporated into the scratch- 
resistant layer, or is grafted onto or even covers this layer with interposition of a plastic 
support film of the hydrophobic/oleophobic layer. 

7. A product according to one of claims 3 to 6, characterized in that the skin 
comprises, over all or part of its surface, a decorative and/or masking layer, preferably 
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positioned directly under the support film of the scratch-resistant layer. 

8. A product according to one of claims 3 to 7, characterized in that the skin 
comprises one or more optically selective layers. 

9. A product according to one of claims 3 to 8, characterized in that the skin 
comprises a stack of antireflective layers. 

10. A product according to one of claims 3 to 9, characterized in that the skin 
comprises an electrically conductive network. 

1 1. A product according to one of claims 3 to 10, characterized in that the core 
comprises a thermoplastic substance such as polycarbonate, poly(methyl methacrylate), 
ethylene/vinyl acetate copolymer, poly(ethylene terephthalate), polyurethane, cycloolefin 
copolymer or an ionomeric resin, or a thermosetting or thermally cross-linking substance 
of the polyurethane, unsaturated polyester, ethylene/vinyl acetate copolymer type, or even 
an association of a plurality of thicknesses of any one or more of these plastic materials. 

12. A product according to one of claims 2 to 11, characterized in that the 
encapsulated peripheral part of the addition of plastic material comprises one or more 
elastomeric substances, especially thermoplastics. 

13. A process for manufacture of a product according to one of claims 1 to 12, 
comprising the injection of a first and then of at least a second plastic material into a 
single mold. 

14. A process according to claim 13, comprising an operation of transfer of the 
product of injection of the first plastic material by rotation from a first die, in which 
injection of the first plastic material was achieved as the first step, into a second die used 
for subsequent injection of the second plastic material. 

15. A process for manufacture of a product according to one of claims 1 to 12, 
comprising the injection of a first plastic material into a first mold and then the transfer 
of the product of this injection into a second mold, into which there is injected a second 
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plastic material. 

16. A process according to one of claims 13 to 15, wherein one or two skins, 
possibly thermoformed beforehand, are held at the bottom of the mold by any appropriate 
means, especially by suction and/or blowing and/or electrostatic effect, before injection 
of the said first plastic material. 

17. A process according to one of claims 13 to 16, comprising an initial operation 
of formation of an electrically conductive network by metal screen printing. 

18. The application of the product according to one of claims 1 to 12 as glazing 
for transportation vehicles or for buildings. 
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ABSTRACT 

The invention concerns an essentially flat plastic product, at least partly transparent and 
whereof one part at least of the external surface consists of added overmoulded plastic material. 
The invention also concerns two methods for making said product, using injection moulding 
technique and the use of said product as glazing for transport vehicles or buildings. 
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Declaration and Power of Attorney for Patent Application 
Declaration et Pouvoirs pour Demande de Brevet 

French Language Declaration 



En tant i'inventeur nomme ci-apres, je declare par le 
present acte que: 



As a below named inventor, I hereby declare that: 



Mon domicile, mon adresse postate et ma nationality sont 
ceux figurant ci-dessous a cote de mon nom. 



My residence, post office address and citizenship are as 
stated next to my name 



Je crois etre ie premier inventeur original et unique (si un 
r\ seu! nom est mentionne ci-dessous), ou Tun des premiers 
: co-inventeurs originaux (si piusieurs noms sont mentionnes 

ci-dessous) de I'objet revendique, pour leque! une 
IP demande de brevet a ete deposee concernant I'invention 
O intitulee 



I believe I am the original, first and sole inventor (if only one 
name is listed below) or an original, first and joint inventor 
(if plural names are listed below) of the subject matter 
which is claimed and for which a patent is sought on the 
invention entitled 



PLASTIC GLAZING SHEET WITH ADDED 



OVERMOULDED PLASTIC MATERIAL 



\ et dont la description estfournie ct-joint a moins 

□ ci-joint 

□ a ete deposee le 

sous le numero de demande des Etats-Unis ou le 
numero de demande international PCT 



. et modifiee le 
. (le cas echeant). 



the specification of which: 

□ is attached hereto. 

}G was filed on December 19 , 2 000 

as United States Application Number or PCT 
International Application Number 



09/736,021 



. and was amended on 
.(if applicable). 



Je declare par le present acte avoir passe en revue et 
compris le contenu de la description ci-dessus, 
revendications comprises, telles que modifiees par toute 
modification dont li aura ete fait reference ci-dessus. 



I hereby state that I have reviewed and understand the 
contents of the above identified specification, including the 
claims, as amended by any amendment referred to above. 



Je reconnais devoir divulguer toute information pertinente a 
la brevetabilite, comme defini dans le Titre 37, § 1 .56 du 
Code federal des regiementations. 



i acknowledge the duty to disclose information which is 
material to patentability as defined in Title 37, Code of 
Federal Regulations, § 1.56. 
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French Language Declaration 



Je revendique par le present acte avoir la priorite etrangere, en 
vertu du Titre 35, § 119(a)-(d) ou § 365(b) du Code des Etats- 
Unis, sur toute demande etrangere de brevet ou certificat 
d'inventeur ou, en vertu du Titre 35, § 365(a) du meme Code, sur 
toute demande Internationale PCT designant au moms un pays 
autre que les Etats-Unis et figurant ci-dessous et, en cochant la 
case, j'ai aussi mdique ci-dessous toute demande etrangere de 
brevet, tout certificat d'inventeur ou toute demande Internationale 
PCT ayant une date de depot precedant celle de la demande a 
propos de laquelle une priorite est revendiquee 



I hereby claim foreign priority under Title 35, United States Code, 
§ 1 19(a)-(d) or § 365(b) of any foreign application(s) for patent or 
inventor's certificate, or § 365(a) of any PCT International 
application which designated at least one country other than the 
United States, listed below, and have also identified below, by 
checking the box, any foreign application for patent or inventor's 
certificate, or PCT International application having a filing date 
before that of the application on which priority is claimed. 



Prior Foreign Application(s) 

Demande(s) de brevet anterieure(s) dans un autre pays 



98/Q7768 



(Number) 
(Nunnero) 



FRANCE 



(Country) 
(Pays) 



19 June 1998 



(Day/Month/Year Filed) 
(Jour/Mois/Anne de dep6t) 



Priority claimed 
Droit de priorite 
revendique 



s 

Yes 
Qui 



□ 

No 
Non 



(Number) 
(Numero) 



(Country) 
(Pays) 



( Day/Month /Year Filed) 
(Jour/Mois/Anne de dep6t) 



□ 

Yes 
Qui 



□ 

No 
Non 



Je revendique par ie present acte tout benefice, en vertu du Titre 
35, § 119(e) du Code des Etats-Unis, de toute demande de 
brevet provisoire effectuee aux Etats-Unis et figurant ci-dessous. 



I hereby claim the benefit under Title 35, United States Code, 
§ 119(e) of any United States provisional application (s) listed 
below 



(Application No.) (Filing Date) 

(N- de demande) (Date de depot) 



j e rev endique par le present acte tout benefice, en vertu du Titre 
35, § 120 du Code des Etats-Unis, de toute demande de brevet 
effectuee aux Etats-Unis, ou en vertu du Titre 35, § 365(c) du 
meme Code, de toute demande Internationale PCT designant les 
Etats-Unis et figurant ci-dessous et, dans la mesure ou I'objet de 
chacune des revendications de cette demande de brevet n'est 
pas divuigue dans la demande anteneure americame ou 
internationale PCT, en vertu des dispositions du premier para- 
graphs du Titre 35, § 112 du Code des Etats-Unis, je reconnais 
devoir divulguer toute information pertinente a la brevetabilite, 
comme defini dans le Titre 37, § 1 56 du Code federal des 
reglementations, dont j'ai pu disposer entre la date de depot de 
la demande anteneure et la date de depot de la demande 
nationale ou Internationale PCT de la presente demande 



(Application No.) (Filing Date) 

(N 9 de demande) (Date de depot) 



I hereby claim the benefit under Title 35, United States Code, 
§ 120 of any United States application(s), or § 365(c) of any PCT 
international application designating the United States, listed 
below and, insofar as the subject matter of each of the claims of 
this application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first 
paragraph of Title 35, United States Code, § 112, I acknowledge 
the duty to disclose information which is material to patentability 
as defined in Title 37, Code of Federal Regulations, § 1 .56 which 
became available between the filing date of the prior application 
and the national or PCT International filing date of this 
application 



PCT/FR99/Q1454 

(Application No.) 
(N- de demande) 



17 June 1999 

(Filing Date) 
(Date de depot) 



(Status) (patented, pending, abandoned) 
(Statut) (brevete, en cours d'examen, abandon ne) 



(Application No.) 
(N 2 de demande) 



(Filing Date) 
(Date de depot) 



Je declare par le present acte que toute declaration ci-incluse 
est, a ma connaissance, veridique et que toute declaration 
formulee a partir de renseignements ou de suppositions est 
tenue pour veridique, et de plus, que toutes ces declarations ont 
ete formulees en sachant que toute fausse declaration volontaire 
ou son equivalent est passible d'une amende ou d' une 
incarceration, ou des deux, en vertu de la Section 1001 du Titre 
18 du Code des Etats-Unis, et que de telles declarations 
volontairement fausses risquent de compromettre la validite de la 
demande de brevet ou du brevet delivre a partir de celle-ci. 

Page 



(Status) (patented, pending, abandoned) 
(Statut) (brevete, en cours d'examen, abandonne) 

i hereby declare that all statements made herein of my own 
Knowledge are true and that all statements made on information 
and belief are believed to be true, and further that these 
statements were made with the knowledge that willful false 
statements and the like so made are punishable by fine or 
imprisonment, or both, under Section 1001 of Title 18 of the 
United States Code and that such willful false statements may 
jeopardize the validity of the application or any patent issued 
thereon 
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POWER OF ATTORNEY: As a named inventor, I hereby 
appoint the following attorney(s) and/or agent(s) to prosecute 
this application and transact all business in the Patent and 
Trademark Office connected therewith: (list name and 
registration number) 



POUVOIRS: En tant que I'inventeur cite, je designe par la 
presente l'(les) avocat(s) et/ou agent(s) suivant(s) pour qu'ils 
poursuive(nt) la procedure de cette demande de brevet et 
traite(nt) toute affaire s'y rapportant avec i'Office des brevets 
et des marquees (mentionner ie nom et ie numero 
y ^\ d'enregistrement) 

-Norman F. Obion, Reg. No. 24,618;^Marvin J. Spivak, Reg. No. 24,91^0. Irvin McClelland, Reg. No. 21.124' Gregory J Maier Req No 
25,599i Arthur I. Neustaclt, Reg. No. 24J§£ Richard D. Kelly, Reg. No 1 27 l 7§Zi. James D. Hamilton ,^^7^728,421 • Eckhard H 'testers' 

™9- No. 28370; Robert T. Pous, Reg. No. 29£99^Charles L. Gholz, Reg. No. 26,395; William E/BeaumontTR^No. 30 996" Jean-Paul 
Lavalleye, Reg. No. 31^451; Stephen G. Baxter, Reg. No. 32,884; RichardTTTrianor, Reg. No.' 36,379; Steven P V^f^DcTi Req No 
32J29; John T GooTKasian, Reg. No. 26J42; Richard L. Chinn, Reg. No. 34,305; Steven E. LipmanTReg: No 30 01 1 ■ Car! E Schlier Req' 
No. 34^26; James J. Kulbaski, Reg. No. 34,648; Richard A. Neifeld, Re grTJcT^ 299, J. Derek Mason, Reg~NoT"3S 270- Surinder Sachar 
Reg. No. 34423; Christina M. Gadiano, Reg. No. 3Z£28; Jeffrey B. Mclntyre, Reg. No.J3£tB67, William T. Enos, Re£^5o733 128' Michael e' 
McCabe, Jr., Reg. No. 37,1 82; Bradley D. Lytle, Reg. No. 40,073; and Michael R. Casey, Reg. No. 40,294, with full powers oft futetituti on and 
revocation. 



Addresser toute correspondance a 



Send Correspondence to: 

^ Oblon^Spivak, McClelland, Maier & Neustadt, P.C. 

J755 JEFFERSON DAVIS HIGHWAY 
AR LI N GTON/yj R G I Ul^22202XTSA' 



Adresser tout appel telephonique a- 
(nom et numero de telephone) 



Direct Telephone calls to: (name and telephone number) 
(703)413-3000 



Nom complete de i'unique ou premier inventeur 

/ — f ? % 


Full name of sole or first inventor 
Jean-Louis JBRA5ZET 


Signature de I'inventeur Date 


Inventor's signature f~\ ^ A Date 


Domicile 


Residence 5, av^fiue du Moulin, F-60150 
acaiixitte, FRANCE 


Nationalite 


Citizenship 

FRANCE ff/- 


Adresse Postale 


Post Office Address 
same as above 






Nom complete du second co-inventeur, Ie cas echeant 


Full name of second joint inventor, if any 


Signature de I'inventeur Date 


Second inventoj£^igfiature Date 


Domicile 


Residence 3 ^ Avenue Paul Eluard, F-93000 
Bobicmy, FRANCE 


Nationalite 


Citizenship ^ 
FRANCE / C/ ^\ 


Adresse Postale 


Post Office Address 
same as above 







(Fournier les memes renseignements et la signature de tout (Supply similar information and signature for third and 

co-inventeur supplemental ) J0in t inventors.) 
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Nom complet du troisieme co-inventeur, ie cas echeant 

3 ^ ° 


Full name of third joint inventor, if any 
Bernard BUKRMT 


Signature de i'inventeur Date 


Third Inventor's signature^' Date 


Domicile 


Residence 5 / J^pichou, F-27400 Louviers, 

FRANCE X — — - 


Nationalite 


Citizenship / 

FRANTTR n / 


Adresse Postaie 


Post Office Address 

same as abnw> 







Nom complet du quatrieme co-inventeur, le cas echeai 



Full name of fourth joint inventor, if any 

Fabrice TOCTEUCQT ^JJ^Jjoj f& 



^Signature de I'inventeur 



Date 



Fourth Inventor's 



Date 

Residence 67B, rue du Conora! Ciraud, F 7 -3rfrS-8 



Domicile 



Chalon sur Saonc, ITOVNCE ^ -^J$d^.(u2^ti^^ 



Nationality 



Citizenship 
FRANCE 



lAdresse Postaie 



Post Office Address 
s ame a s above 



^om complet du cinquieme co-rnventeur, le cas echeant 


Full name of fifth joint inventor, if any 


U Signature de I'inventeur Date 


Fifth Inventor's signature Date 


NDomicile 


Residence 


Nationalite 


Citizenship 


Adresse Postaie 


Post Office Address 








Nom complet du sixieme co-inventeur, le cas echeant 


Full name of sixth joint inventor, if any 


Signature de I'inventeur Date 


Sixth Inventor's signature Date 


Domicile 


Residence 


Nationalite 


Citizenship 


Adresse Postaie 


Post Office Address 







(Fournir les memes renseignements et la signature de tout (Supply similar information and signature for third and sub- 
co-inventeur supplemental.) sequent joint inventors.) 
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